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CLAIM LISTING: 

The following listing of claims is provided for convenience- 
Claim 1 (Previously Presented) A method of producing polyisocyanates of 
the diphenylmethane series comprising: 

a) reacting aniline and formaldehyde in the presence of HCI to provide a 
product mixture containing polyamines of the diphenylmethane series, 
HCI, aniline and water; 

b) removing excess aniline and water by distillation to provide a product 
mixture comprising polyamines of the diphenylmethane series, HCI, no 
more than 10 wt.% aniline based on the polyamines, and no more than 
5 wt.% water based on the polyamines; and 

c) phosgenating the product mixture from (b) which comprises 
polyamines of the diphenylmethane series, HCI, no more than 10 wt.% 
aniline based on the polyamines, and no more than 5 wt.% water 
based on the polyamines; 

wherein the acidic HCI catalyst is not neutralized. 

Claim 2 (Original) The method according to Claim 1 , wherein the distillation 
is performed in the presence of an entrainer. 

Claim 3 (Original) The method according to Claim 1 , wherein the distillation 
is performed by a method comprising removing aniline by distillation in the presence 
of water as entrainer; and removing water by distillation. 

Claim 4 (Previously Presented) The method according to Claim 1 , wherein, 
the product mixture in (b) comprises no more than 2 wt.% aniline based on the 
polyamines, and no more than 1 wt.% water based on the polyamines. 

Claim 5 (Previously Presented) The method according to Claim 2, wherein, 
the product mixture in (b) comprises no more than 2 wt.% aniline based on the 
polyamines, and no more than 1 wt.% water based on the polyamines. 
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Claim 6 (Previously Presented) The method according to Claim 3, wherein, 
the product mixture in (b) comprises no more than 2 wt% aniline based on the 
polyamines, and no more than 1 wt.% water based on the polyamines. 

Claim 7( Original) The method according to Claim 1 , wherein the product 
mixture in (b) comprises no more than 0.2 wt.% aniline based on the polyamines, 
and no more than 0.1 wt.% water based on the polyamines. 

Claim 8 (Original) The method according to Claim 2, wherein the product 
mixture in (b) comprises no more than 0.2 wt.% aniline based on the polyamines, 
and no more than 0.1 wt.% water based on the polyamines. 

Claim 9 (Original) The method according to Claim 3, wherein the product 
mixture in (b) comprises no more than 0.2 wt.% aniline based on the polyamines, 
and no more than 0.1 wt.% water based on the polyamines. 



PO-7760 - 3 



PAGE 4/17 * RCVD AT 7/2512005 2:14:53 PM [Eastern Daylight Time] * SVR:lISPTO-ff XRF-6/26 * DNIS:2738300 * CS1D:412 777 3912 1 DURATION (mm-ss):07-22 



